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Amendments to the Claims: 

1 . (Currently Amended) A fuel oil comprising a major proportion of a mixture of 

A) a middle distillate fuel oil, and 

B) a biofuel oil, 

and atee-a minor proportion of 

C) an oil-soluble copolymer of ethylene and at least 0.2 to 35 mol% of a first 
comonomer, wherein the first comonomer is an furth e r olefinically unsaturated 
compound wh i ch conta i ns containing at least one free hydroxyl group , and 
which has and having an OH number of from 10 to 300 mg KOH/g. 

2. (Original) A fuel oil as claimed in claim 1 , wherein the A) : B) mixing ratio is from 
99:1 to 1:99. 

3. (Currently Amended) A fuel oil as claimed in claim 1 and/or 2 , wherein the OH 
number of the oil-soluble copolymer C) is between 20 and 250. 

4. (Currently Amended) A fuel oil as claimed in on e or mor e of c l aims 1 to 3 claim 1 . 
wherein the copolymerC) has an average molecular weight of from 700 to 10,000 
g/mol. 

5. (Currently Amended) A fuel oil as claimed in ono or more of claims 1 to 4 cjaim_l, 
wherein the proportion of the hvdroxvl - functiona l comonomo r olefinicallv unsaturated 
compound in the copolymer C) is between 0.5 and 15 mol%. 

6. (Currently Amended) A fuel oil as claimed in one or more of claims 1 to S daimjl, 
wherein the copolymer C) , in add i t i on to ethylen e and at loast ono hydroxy l- 
functiona l comonom e r. a l so conta i ns further comprises at least one second further 
comonomer wh i ch i s selected from the group consisting of vinyl esters, acrylic acid, 
methacrylic acid, acrylic esters, methacrylic esters, vinyl ethers and olefins. 
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7. (Currently Amended) A fuel oil as claimed in on e or mor e of claims 1 to 6 claimJ_ , 
wherein the content of C) in the mixture cons i st i ng of A) and B) fuel oil is from 0.001 
to 5% by weight. 

8. (Currently Amended) A fuel oil as claimed in one or moro of c l aims 1 to 7 claim 1 , 
wh i ch, i n add i t i on to th e const i tu e nts A). B) and C). also cont ai ns further comprises at 
least one alkylphenol-formaldehyde resin of the formula 



where R A is C 6 -C 24 -alkyl or -alkenyl, R B is OH or 0-(A-0) x -H where A = C 2 -C 4 - 
alkylene and x = 1 to 50, and n is a number from 2 to 50 , i n part i cular from 5 to 40 . 

9. (Currently Amended) A method for demulsifing a mixture of at least one middle 
distillate fuel oil and at least one biofuel oil comprising the step of adding the the 
mixture Th e us e of an oil-soluble copolymer of ethylene and at least 0.2 to 35 mol% 
of a further olefinically unsaturated compound wh i ch has having at least one free 
hydroxyl grou p, and which has and having an OH number of from 10 to 300 mg 
KO H/g , as a domu l s i fier i n mixtur e s of m i dd l e d i sti ll ate fuo l o il s with b i ofu el o il s . 

10. (New) A fuel oil as claimed in claim 8, wherein n is from 5 to 40. 
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